THE  CYANIDE  PROCESS.
.adjustable splash plate, Q, is fitted near the top of the central tube. The slime pulj) is fed through the pipe P. The discharge after agitation takes place through a pipe with a stopcock sho\vn close to the apex of the cone. The vats are of various sixes, such as -15 feet in height and 15 feet in diameter. The method of working is as follows :— -As soon as the tank is filled with
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.slime an<Rsolution, air is turned on in the pipe 3), and as it bubbles up through the central tube it lightens the column of pulp inside and rapidly lifts it, causing it to overflow. .Fresh pulp is drawn in at the bottom, and a perfect •circulation is given.
In starting up old charges, o.r those that have been allowed to pack, thepulp, by the introduction of air at just such a pressure as will overcome the pressure of the column at the point of introduction " (Gowland). In Fig. 159 2 is shown a vertical section of a Brown agitator. It consists of a tall cylinder of steel of great height in comparison with its breadth, and conical at the bottom. Inside the cylinder is a smaller central pipe, B, extending to a point near the
